Permanent Painting

Olive green or olive green lake must not be mixed
with any other lake.

OLIVE  LAKE

Olive lake is a mixture of ultramarine blue and yel-
low lake which fades and is unreliable. The mixture
described under the paragraph on olive green is to be
recommended in its place.

OLIVE MADDER
Olive madder is a misnomer, there being no true
madder lake which is green, but a mixture of ultra-
marine blue and certain forms of raw sienna or Prus-
sian blue and sienna produce an olive green which
is exceedingly permanent, and, although somewhat
muddy, can be very safely used, except in the presence
of lead pigments. It is a very good drier.
ORANGE  MINERAL   (See  Minium)
ORANGE VERMILION   (See Vermilion)
ORANGE MADDER
A scarlet madder mixed with an aniline yellow or a
yellow lake like Dutch pink or Italian yellow. This is
a most undesirable pigment which remains wet for
weeks and in the end, fades. There is, however, no
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